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(54) INORGANIC-CONTAINING PHOTOSENSITIVE RESIN COMPOSITION AND METHOD FOR 
FORMING INORGANIC PATTERN 

(57) An inorganic pattern is formed by coating an 
inorganic substance-containing photosensitive compo- 
sition comprising a photosensitive polymer (A), a con- 
densable organic metal compound or a condensate 
thereof (B) and an inorganic filler having a functional 
group (C) on a base, exposing the coated layer, and 
developing the exposed layer to form a pattern, baking 
the pattern give an inorganic pattern. The photosensi- 
tive polymer (A) may be constituted of an oligomer or 
polymer, and a photosensitizer, and the condensable 
organic metal compound (B) may have a photosensitive 
group. The inorganic filler may be a monodispersed col- 
loidal silica having a mean particle size of 2 to 100 nm. 
The proportions of the components (B) and (C) relative 
to 1 part by weight of the component (A) on a solid basis 
are about 1 to 25 parts by weight and about 1 to 20 
parts by weight, respectively. Even when the content of 
an inorganic component is high, an inorganic pattern of 
high resolution can be formed with the use of the above 
resin composition. 
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Description 

TECHNICAL FIELD 

5 [0001] The present invention relates to inorganic substance-containing photosensitive resin compositions useful for 
forming minute inorganic patterns, a process for producing the same, and a process for forming inorganic patterns. 

BACKGROUND ART 

10 [0002] As materials for forming inorganic patterns, there have been known photosensitive pastes made up with a pho- 
tosensitive resin filled with or comprising inorganic particulates. Such photosensitive paste is coated or applied on a 
substrate (or base), and the coat layer is exposed patternwise through a given mask, developed, and baked or calci- 
nated for eliminating an organic component(s) to form an inorganic pattern. Photosensitive pastes of such type are 
required to have a high inorganic component content and high sensitivity, and to be able to give high resolution. How- 

15 ever, in a photosensitive paste, the concentration of inorganic particulates (filling factor) and photosensitive properties 
(e.g.. sensitivity, resolution) are incompatible with each other. Therefore, when the filling factor of the inorganic particu- 
lates is low, upon heat-baking for elimination of organic components, an inorganic pattern largely shrinks or becomes 
much smaller in volume and is separated from the substrate, resulting in deterioration in adhesion. In addition, the pro- 
file of the pattern is deformed and the resolution is consequently deteriorated. On the other hand, when the content of 

20 the inorganic particulates is raised, exposed light is absorbed, reflected or scattered by the inorganic particulates and 
therefore the sensitivity and resolution are reduced. Moreover, it is difficult to form minute inorganic patterns having 
highly rectangular profiles and high aspect ratios with high precision using the above photosensitive paste. 
[0003] To improve the dispersibility of inorganic particulates and thereby to improve the sensitivity and resolution, 
treatment over the surfaces of the inorganic particulates has been proposed. However, the dispersibility has not 

25 reached a sufficient level yet and the contrast between the exposed areas and non-exposed areas (the difference 
between the solubilities thereof to a developer) is low, and such surface treatment is not sufficient as to improve the res- 
olution. 

[0004] Accordingly, an object of the present invention is to provide a inorganic substance-containing photosensitive 
resin composition which is highly sensitive and capable of providing an inorganic pattern of high resolution even with a 
30 high inorganic component content, a process for producing the same, and a process for forming inorganic patterns. 
[0005] Another object of the present invention is to provide an inorganic substance-containing photosensitive compo- 
sition useful for forming an inorganic pattern which shows a sharply defined rectangular profile and has a high aspect 
ratio, a process for producing the same, and a process for forming inorganic patterns. 

35 DISCLOSURE OF INVENTION 

[0006] The inventors of the present invention did intensive research and found that the sensitivity of a photosensitive 
resin composition and the resolution of a pattern formed therefrom, even with a high inorganic component filling factor, 
can be maintained at high levels by improving the dispersibility of an inorganic component contained therein, and that 
40 the dispersibility can be improved by using a photosensitive resin, a condensable (hydrolytic polymerizabie) organic 
metal compound and inorganic particulates having a functional group showing for example reactivity and photosensi- 
tivity in combination. The present invention is achieved based on the above findings. 

[0007] To summarize, the inorganic substance-containing photosensitive resin composition of the present invention 
comprises (A) a photosensitive organic oligomer or polymer, (B) a condensable (hydrolytic polymerizabie) organic 

45 metal compound or a condensate thereof, and (C) an inorganic filler having a functional group. The photosensitive 
organic oligomer or polymer (A) may be constituted of an oligomer or a polymer and a photosensitizes The condensa- 
ble organic metal compound (B) may be constituted of a silicon-containing compound or a silane coupling agent having 
a photosensitive group, or a condensate thereof. The functional group of the above inorganic filler (C) may be a photo- 
sensitive group and the inorganic filler (C) may be a monodispersed colloidal silica having a mean particle size of 2 to 

so 100 nm. 

[0008] The present invention includes a process for producing an inorganic substance-containing photosensitive resin 
composition which comprises mixing (A) a photosensitive organic oligomer or polymer, (B) a hydrolytic polymerizabie 
organic metal compound or a condensate thereof, and (C) an inorganic filler having a functional group, and a process 
for forming an inorganic pattern which comprises coating or applying the above-described inorganic substance-contain- 
55 ing photosensitive resin composition on a substrate or base, exposing the coated layer, developing the exposed layer 
to form a pattern, and baking the pattern. 


2 



EP 0 965 885 A1 

BEST MODE FOR CARRYING OUT THE INVENTION 
[Photosensitive polymer] 

5 [0009] The photosensitive organic oligomer or polymer (A) (hereinafter, referred to simply as a photosensitive poly- 
mer) may be constituted of (A1) an oligomer or polymer which itself has photosensitivity, or (A2) a photosensitive resin 
composition containing an oligomer or polymer and a photosensitizes The latter, i.e., the photosensitive resin compo- 
sition (A2) is usually empolyed. 

[0010] Examples of (A1) the oligomer or polymer having sensitivity are diazonium salt group-containing polymers, 
io azido group-containing polymers, and polymers having a photodimerizable functional group such as cinnamoyl group 
or cinnamylidene group (e.g., polyvinyl cinnamates). 

[001 1 ] As an oligomer or polymer constituting the photosensitive polymer (A2), use can be made of a variety of pol- 
ymers having a polar or nonpolar group. The preferable photosensitive polymer has a polar group, for example, hydroxyl 
group, an alkoxy group, carboxyl group, an ester group, an ether group, a carbonate group, amide group or an N-sub- 
15 stituted amide group (e.g.. -NHC(O)-, >NC(0)-) ( nitrile group, glycidyl group, or a halogen atom. The photosensitive pol- 
ymer may be a polymerizable oligomer or polymer having a polymerizable group such as (meth)acryloyl group and allyl 
group. 

[0012] Examples of the hydroxy! group-containing polymer and a derivative thereof are polyvinyl alcohol-series poly- 
mers, polyvinyl acetals, ethylene-vinylalcohol copolymers, phenolic resins, novolak resins, methylolmelamine, and 
20 derivatives thereof (e.g., acetalized polymers or compounds, hexamethoxymethylmelamine). Examples of the carboxyl 
group-containing polymer and a derivataive thereof are homopolymers and copolymers containing a polymerizable 
unsaturated carbonic acid such as (meth)acrylic acid, maleic anhydride, and itaconic acid, and esters thereof. Exam- 
ples of the ester group-containing polymers are homopolymers and copolymers containing a monomer such as a vinyl 
ester (e.g., vinyl acetate) and a (meth)acrylic acid ester (e.g. .methyl methacrylate), (e.g., polyvinyl acetate, ethylene- 
's vinyl acetate copolymer, and (meth)acrylic resins); saturated polyesters; unsaturated polyesters; vinyl ester resins; dial- 
lyl phthalate resins; and cellulose esters. As a polymer having an ether group, there may be exemplified polyalkylene 
oxides, polyoxyalkylene glycols, polyvinyl ethers, and silicone resins. As a carbonate group-containing polymer, there 
may be exemplified bisphenol A-based polycarbonates. 

[0013] As the above polymers having an amide group or a substituted amide group, there may be exemplified poly- 
30 oxazoline or N-acylated polyalkylene imines (polymers corresponding to the above polyoxazoline, such as polymers 
having an N-acylamino group such as N-acetylamino group and N-polypropionylamino group); poly(vtnylpyrrolidone) 
and derivatives thereof; polyurethane-series polymers; polyureas; nylons or polyamide-series polymers; polymers hav- 
ing a biuret bond; polymers having an allophanate bond; and protein such as gelatin. 

[001 4] As a monomer which constitutes the above polyoxazoline, there may be exemplified 2 -oxazoline, 2-substituted- 
35 2-oxazolines which has a substituent at 2 -position of an oxazoline ring [e.g.. oxazolines having a substituent such as 
C-|_4 alkyl groups, haloalkyl groups (e.g., dichloromethyl, trichloromethyl, pentafluoroethyl groups), phenyl group, phenyl 
groups having a substituent (e.g.. 4-methylphenyl, 4-chlorophenyl), and Cv4 alkoxy-carbonyl groups]. The polyoxazo- 
line may be a homopolymer or copolymer and can be used either singly or in combination. Moreover, the polyoxazoline 
may be a copolymer in which oxazoline is graft-polymerized on other polymer. 
40 [001 5] The above polyurethane-series polymers include polyurethanes formed by the reactions of polyisocyanates 
(e.g.. tolylene diisocyanate, hexamethylene diisocyanate, isophorone diisocyanate) with polyols (e.g., polyhydric alco- 
hols such as ethylene glycol, propylene glycol, tetramethylene glycol, and glycerol; polyether polyols such as diethylene 
glycol, polyethylene glycol, dipropylene glycol, and polypropylene glycol; polyester polyols). The polyureas include pol- 
ymers formed by the reactions of polyisocyanates with polyamines (e.g.. ethylenediamine, di ethyl enetriamine), and the 
45 nylons and polyamide-series polymers include polyamides containing a lactam component, or a dicarbonic acid com- 
ponent and a diamine component (e.g., nylon 66. nylon 6, nylon 610. nylon 611. nylon 612, and modified nylons 
thereof), poly(meth)acrylamide-series polymers, and polyamino acids. The polyamides include star-burst dendrimer (D. 
A. Tomalia.et al, Polymer Journal, 17,117 (1985)). 

[001 6] The polymers having a biuret bond include polymers formed by the reaction of the above polyisocyanate with 
so a compound having a urethane bond. The polymers having an allophanate bond include polymers formed by the reac- 
tion of the above polyisocyanate with a compound having a urea bond. 

[001 7] The polymers having a nitrile group include acrylonitrile-series polymers. As a polymer having a glycidyl group, 
there may be exemplified epoxy resins, homo- or copolymers of glycidyl (meth)acrylate. Examples of the halogen-con- 
taining polymer are polyvinyl chlorides, vinyl chloride-vinyl acetate copolymers, vinylidene chloride-series polymers, 
55 and chlorinated polypropylenes. 

[0018] Examples of other organic polymers are polyolefinic resins such as polyethylenes, polypropylenes. carboxyl- 
modified polyolefines; and styrenic resins such as polystyrenes, styrene-acrylonitrile copolymers, acrylonitrile-butadi- 
ene-styrene block copolymers. These polymers can be used either singly or in combination. 
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[001 9] As a polymerizable oligomer having a polymerizabfe group, there may be exemplified derivatives of polyvinyl - 
phenol; epoxy(meth)acrylates (e.g., resins formed by the reaction of epoxy resins with (meth)acrylic acid); polyester 
(meth)acrylates; unsaturated polyester resins; polyurethane (meth)acrylates [e.g.. the reaction products of a diol com- 
ponent (e.g., polyalkylene glycol, polyester diol), a diisocyanate (e.g., 2,4-tolylenediisocyanate). and a hydroxyl group- 

5 containing polymerizable monomer (e.g., 2-hydroxyethyl methacrylate, N-methyloleaaylamide), the urethane reaction 
products of a compound having a hydroxyl group and a polymerizable unsaturated group (e.g., hydroxyethyiphthalyl 
(meth)acryalte, trimethylolpropane diallyl ether) with a diisocyanate (e.g., xylylene isocyanate, 2,4-tolylenediisocy- 
anate)]; polymerizable polyvinyl alcohol -series polymers (e.g., the reaction products of polyvinyl alcohols with N-meth- 
ylolacrylamide); polyamide-series polymers [e.g.. prepolymers formed by the reaction of a carboxyl group-containing 

70 ester formed by the reaction of a polycarboxylic acid or an anhydride thereof (e.g., pyromellitic acid dianhydrkJe) with a 
hydroxyl group-containing polymerizable polymer (e.g., allyl alcohol), a diamine (e.g., p.p'-diaminodiphenylether) and, 
optionally, a halogenating agent for converting a carboxyl group to an acid halide group (e.g., thionyl chloride); the reac- 
tion products of a carboxyl group-containing polymer (e.g., copolymers of poly(meth)acrylic acid or maleic acid, ethyl- 
ene-maleic anhydride copolymers) with amino group-containing polymerizable monomers (e.g., allylamine)]; and 

is silicone resin-type polymers. The preferred oligomer or polymer constituting the (A2) includes urethane (meth)acrylate. 
etc. 

[0020] If needed, the photosensitive polymers (A1) and (A2) can be used together with a polymerizable monomer or 
oligomer having a photopolymerizable group. The polymerizable monomer or oligomer includes monofunctional or 
polyfunctional photopolymerizable compounds. Examples of the photopolymerizable group contained in a photopolym- 
20 erizable compound are (meth)acryloyl group, acrylamide group, allyl group, vinylether group, vinylthioether group, 
vinylamino group, glycidyl group, and acetylenically unsaturated group. 

[0021] Examples of the monofunctional photopolymerizable compounds are alkyl (meth)acrylates such as 
(meth)acrylic acid, methyl (meth)acrylate, butyl (meth)acrylate, 2-ethylbexyl (meth)acrylate, and lauryl (meth)acrylate, 
cyclohexyl (meth)acrylate, benzyl (meth)acrylate, dimethylaminoethyl (meth)acrylate, carbitol (meth)acrylate, 2-hydrox- 
25 yethyl (meth)acrylate, 2-hydroxypropyl (meth)acrylate, glycidyl (meth)methacrylate, (meth) acrylamide, N-methylol 
(meth)acrylamide, N-diacetone (meth)acrylamide, N.N'-methylene bis(meth)acrylamide, styrene, (meth)acrylonitrile, 
vinyl acetate, and N-vinylpyrrolidone. 

[0022] As a polyfunctional photopolymerizable compound, there may be exemplified ethylene glycol di(meth)acrylate, 
diethylene glycol di(meth)acrylate, triethylene glycol di(meth)acrylate, polyethylene glycol di(meth)acrylate, polypropyl- 

30 ene glycol di(meth)acrylate, 1,4-butanediol di(meth)acrylate, neopentyl glycol di(metfi)acrylate, 1 ,6-hexanediol 
di(meth)acrylate, pentaerythritol di(meth)acrylate, pentaerythritol tri(meth)acryalte, trimethylolpropane tri(meth)acr- 
ylate, and pentaerythritol tetra(meth)acrylate. Further, use can be made of tetramethylolmethane tetra(meth)acrylate, 
(meth)acrylates of 2,2,5,5-tetrahydroxymethylcyclopenta-none, (meth)acrylates of diglycidyl phthalate, (meth)acrylates 
of N,N,N',N'-tetrakis(p-hydroxyethyl)ethylenediamine, the reaction products of transesterification between triglycerol 

35 and methylacrylate, urethane-containing (meth)acrylate, unsaturated esters of polycarboxylic acids, unsaturated acid 
amides, esters with inorganic acids and metal salts, monomers having an acetylenically unsaturated group, and mon- 
omers having a glycidyl group. 

[0023] As a urethane-containing acrylate, there may be exemplified the reaction products of polyisocyanates (e.g., 
2,4-tolylenediisocyanate) with hydroxyl group-containing monomers (e.g., 2-hydroxyethyl methacrylate); the reaction 

40 products formed by reacting some of the isocyanate groups of a polyisocyanate (e.g., 2,4-tolylenediisocyanate) with a 
hydroxyl group-containing monomer (e.g., 2-hydroxyethyl methacryate), followed by reacting the rest of the isocyanate 
groups with an alkanolamine (e.g., triethanolamine); the reaction products formed by reacting benzoin with polyisocy- 
anates (e.g.. 2,4-tolylenediisocyanate) and hydroxyl group-containing monomers (e.g., 2-hydroxyethyl methacrylate). 
[0024] Examples of the unsaturated esters of polycarboxylic acids, there may be mentioned polyfunctional monomers 

45 formed by estrifying polycarboxylic acids (e.g., phthalic acid, trimellitic acid, pyromellitic acid) with hydroxyl group-con- 
taining monomers (e.g., allyl alcohol, 2-hydroxyethyl methacrylate), such as diallyl phthalate, diallyl isophthalate, diallyl 
ma! ate, diallyl chrolendate, diallyl adipate, diallyl diglycolate, triallyl cyanurate, diethylene glycol bisallyl carbonate, 
phthalates of 2-hydroxyethyl methacrylate, trimellitic acid esters of allyl alcohol, compounds formed by first estrifying p- 
hydroxybenzoic acid with (meth)acryloyl chloride and then adding epoxy-contatning monomers (glycidyl methacrylate) 

so thereto. 

[0025] Examples of the unsaturated acid amides are alkylenebisacrylamides such as N.N'-methylenebisacrylamide 
and hexamethylenebisacrylamide, condensates of polyamines with unsaturated acids, the reaction products of an 
unsaturated amide having a hydroxyl group (e.g., N-methylolacrylamide) with a polycarboxylic acid or a polyepoxy. Fur- 
ther, there are also exemplified a reaction product of N-methololacrylamide in the presence of an acidic compound, 
55 1 ,3,3-trimethyl-1-acryloylaminomethyl-5-acryloylaminocyclohexane, hexahydro-1,3,5-triacryl-S-triazine, N-acryloylhy- 
droxyethylmaleimide, bisacrylamide formed by reacting an oligomer obtained by the reaction of e-caprolactam with 
tetramethylenediamine with acrylic acid chloride, N.N'-biste-acryloylhydroxyethyOaniline, and a reaction product of N- 
methylol acrylamide with diethylene glycol diglycidyl ether. 
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[0026] As an ester with an (organic acid or a metal salt, there may be mentioned, for example, zinc acryiate, alcohol - 
soluble polyamide resins, and bis(2-hydroxyethylrnethacrylate)esters of phosphoric acid. 

[0027] As a monomer having an acetylenically unsaturated group, there may be mentioned, for example, 9-(<o-meth- 
oxybutenyl)anthraquinol synthesized from anthraquinone and 1 -methoxybuten-2-yne and urethanes formed by reacting 
5 2,4-hexadiyne-1 ,6-diol with hexylisocyanate. 

[0028] An example of the monomer having a glycidyl group is bisphenol-A-diglycidyl ether. 

[0029] The amount of the polymerizable monomer or oligomer having a photopolymerizable group used can be 
selected from within the range of 5 to 500 parts by weight and preferably about 10 to 300 parts by weight, relative to 
100 parts by weight of the above photosensitive polymer. 

w [0030] As the photosensitizer in the photosensitive polymer (A2), use can be made of various photosensrtizers and 
photopolymerization initiators, depending on the type of the photosensitive resin composition used. 
[0031 ] The photosensitizer can be selected, according to the type of the photosensitive polymer (positive or negative), 
from conventional photosensrtizers and sensitizers such as diazonium salts (e.g., diazonium salts, tetrazonium salts, 
polyazonium salts), quionediazides (e.g., diazobenzoquinone derivatives, diazonaphthoquinone derivatives), azide 

15 compounds, pyrylium salts, thiapyrylium salts, photopolymerizing sensitizers, photopolymerization initiators [e.g., 
ketones (e.g., acetophenone. propiophenone, anthraquinone, thioxanthone, benzophenone, and derivatives thereof], 
benzoin ether and derivatives thereof (e.g., benzoin methyl ether), acylphosphine oxide]. 

[0032] The amount of the photosensitizer used can be selected from within the range of 0.1 to 20 parts by weight and 
preferably about 1 to 10 parts by weight relative to 100 parts by weight of the photosensitive polymer. 

20 

[Condensable (Hydrolytic polymerizable) organic metal compound or condensates thereof] 

[0033] The condensable organic metal compound or a condensate thereof (B) usually contains an alkaline earth 
metal, a transition metal, a rare earth metal, or a metal element of the Group III, IV, or V of the Periodic Table of the 

25 Elements. Examples of the preferred metallic element are metallic elements of the Groups 1 1 lb, IVa, and IVb, such as 
aluminium, titanium, zirconium, silicon. Of these, aluminium and silicon (especially, silicon) are particularly preferred. 
These metals can be contained in the compound or condensate either singly or in combination. 
[0034] As a condensable (hydrolytic polymerizable) group, there maybe exemplified C-|. 10 alkoxy groups such as 
methoxy, ethoxy, propoxy, isopropoxy, butoxy. isobutoxy, pentytoxy. hexyloxy groups and halogen atoms (e.g., bromine 

30 atom, chlorine atom). Of these, alkoxy groups, particularly methoxy group, ethoxy groups, and propoxy group 
(especially, methoxy group and ethoxy group) are preferable. The above compound or condensate may have a single 
or a plurality of different condensable groups. For condensability or polymerizability, the condensable organic metal 
compound usually has two or more condensable groups. 

[0035] Examples of an organic metal compound containing aluminium, there may be mentioned trimethoxy aluminate, 
35 triethoxy aluminate, and tripropoxy aluminate. As a compound containing titanium, there may be exemplified trimethoxy 
titanate, tetramethoxy titanate, triethoxy titanate, tetraethoxy titan ate, tetrapropoxy titanate, chlorotrimethoxy titanate, 
chlorotriethoxy titanate, ethyltrimethoxy titanate, methyltriethoxy titanate, ethyltriethoxy titanate. diethyldiethoxy titanate, 
phenyltrimethoxy titanate, and phenyltriethoxy titanate. As a compound containing zirconium, there may be mentioned, 
for example, the zirconates corresponding to the above-mentioned titanium-containing compounds. 
40 [0036] The silicon-containing compound includes the compounds shown by the follwing formula: 

(R 1 ) n Si (OR 2 ) 4 . n 

wherein R 1 represents an alkyl having 1 to 4 carbon atoms which may have a substituent. or an aryl group; R 2 
45 stands for an alkyl group having 1 to 4 carbon atoms; R 1 and R 2 may be the same or different; and n is an integer of 0 
to 2. 

[0037] Examples of the silicon-containing compound are trimethoxysilane, triethoxysilane, tripropoxysilane, tetrame- 
thoxysilane, tetraethoxysilane, tetrapropoxysilane, methyltrimethoxysilane, ethyltrimethoxysilane, propyltrimethoxysi- 
lane, methyltriethoxysilane. ethyltriethoxysilane, propyltriethoxysilane, dimethyldimethoxysilane. diethyldiethoxysilane, 

so Y-chloropropyltriethoxysilane, y-mercaptopropyitrimethoxysilane, y-mercaptopropyltriethoxysilane, y-aminopropyltri- 
methoxysilane, y-aminopropyltriethoxysifane, phenyltrimethoxysilane, phenyltriethoxystlane, phenyltripropoxysilane. 
diphenyldimethoxysilane, and diphenyldiethoxysilane. Of these compounds, the preferred are tetra-C 1 . 4 alkoxysilanes 
such as teteramethoxysilane and tetraethoxysilane; mono-C-t^alkyltriC-i^alkoxysilanes such as methyltrimethoxysi- 
lane, ethyltrimethoxysilane, methyltriethoxysilane, and ethyltriethoxysilane; di-C^alkyldi-C-^alkoxysilanes such as 

55 dimethyldiethoxysilane; monoaryltriC-^alkoxysilanes such as phenyltrimethoxysilane and phenyltriethoxysilane; and 
diaryldi-C 1 . 4 alkoxysi lanes such as diphenyldimethoxysilane and diphenyldiethoxysilane. 

[0038] It is preferable that the above organic metal compound has a photosensitive group, and examples of the pho- 
tosensitive group include those exemplified above (e.g., diazonium salt group, azido group, cynnamoyl group, cin- 
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namylidene group, polymerizable groups), particularly polymerizable groups (e.g., (meth)acryloyl group, allyl group, 
vinyl group). 

[0039] As a condensable organic metal compound having a polymerizable group, there may be mentioned, for exam- 
ple, silane compounds having a polymerizable group such as compounds having a (meth)acryloyl group and a hydro- 

5 lyzable group [e.g., N-(3-(meth)acryloxy-2-hydroxypropy0-3-aminopropyltriethoxysilane, 3- 

(meth)acryloxypropyldimethylmethoxysilane. 3-(meth)acryloxypropyldimethylethoxysilane, 3-(meth)acryloxypropyl- 
methyldiethoxysilane, 3-(meth)acryIoxypropyltrimethoxysilane. 3-(meth)acryloxypropy1methylbis(trimethylsiloxy)silane, 
3-(meth)acryloxypropyltris(trimethylsiloxy)silane, 3-(meth)acryloxypropyltris(methoxyethoxy)silane, 3-(meth)acryloxy- 
propylmethyldichlorosilane, 3-(meth)aayloxypropyltrichlorosilane, 3-(meth)acryloxypropyldimethylchlorosilane, 

w (meth)acryloxypropenyltrimethoxysilane]; compounds having an allyl group and a hydrolyzable group [e.g., allyltrichlo- 
rosilane, allyltriethoxysilane, allyltrimethoxysilane, allyltris(trimethylsiloxy)silane]; compounds having a vinyl group and 
a hydrolyzable group [e.g., vinyldimethylchlorosilane, vinyfdimethylethoxysilane, vinylethyldichlorosilane, vinylmethyl- 
bis(methylethylketoximine)silane, vinylmethylbis(trimethylsiloxy)siiane, vinylmethyldiacetoxysilane, vinylmethyldichlo- 
rosilane, vinylmethyldiethylsilane, vinyltriacetoxysilane, vinyttrichlorosilane, vinyltrimethoxysilane, vinyltriethoxysilane, 

is vinyltriisopropoxysilane, vinyltris-t-butoxysilane, vinyltrimethylsilane, vinyltriphenoxysilane, vinyltris(t-butylper- 
oxy)silane, vinyltrisisopropenoxysilane. vinyltris(2-methoxyethoxy)silane], KBM 1003 (product name, manufactured by 
Shinetsu Kagaku Kbgyo, Co., Ltd.); KBM1063 (product name, manufactured by Shinetsu Kagaku Kogyo, Co., Ltd.); 
KBM 1103 (product name, Shinetsu Kagaku Kogyo, Co.. Ltd.); KBM 1403 (product name, manufactured by Shinetsu 
Kagaku Kogyo, Co., Ltd.); KBM 503 (product name, manufactured by Shinetsu Kagaku Kogyo, Co., Ltd.); KBM 502 

20 (product name, manufactured by Shinetsu Kagaku Kogyo. Co., Ltd.); KBM 5103 (product name, manufactured by Shi- 
netsu Kagaku Kogyo, Co., Ltd.); KBM 5102 (product name, manufactured by Shinetsu Kagaku Kogyo, Co., Ltd.); and 
KBM 5403 (product name, manufactured by Shinetsu Kagaku Kogyo. Co., Ltd.). 

[0040] The condensable organic metal compound or a condensate thereof can be used either singly or in combina- 
tion. Moreover, the condensable organic metal compound can be used also as a precondensate. Particularly, a conden- 

25 sable organic metal compound having a photosensitive group (particularly, a polymerizable group) may be used as a 
condensate with a non-photosensitive (polymerizable) condensable organic metal compound. For example, as the con- 
densate having a photosensitive group, a condensate obtained by condensing an alkoxysilane compound having a 
polymerizable group such as (meth)acryloyl group with an alkoxysilane compound can be used. Further, trialkyl- 
monoalkoxysilane may be added to or condensed with the condensable organic metal compound to adjust the 

30 crosslinking density, characteristics of the product, etc. 

[0041] The condensable organic metal compound constitutes an inorganic phase on calcination or baking. For 
improved storing stability, a protective agent (e.g., alcohols such as t-butanol and isopropanol) may be added to or 
reacted with (e.g., etherification) the condensable organic compound to protect a hydrolyzable group (e.g., silanol 
group). Moreover, it is also effective to lower the concentration of an acid or a base as a catalyst for the hydrolysis (e.g., 

35 hydrochloric acid, ammonium) by nuetralization or through other operations. 

[Inorganic filler having a functional group] 

[0042] The inorganic filler having a functional group (C) comprises an inorganic particulate (C1 ) and a funtional group 

40 (C2) introduced to the inorganic particulate. 

[0043] As the inorganic particulate (C1), a variety of particulates are available, depending on the intended functions 
of the inorganic pattern to be formed. Examples of which are simple substances of metals, inorganic oxides, inorganic 
carbonates, inorganic sulfates, and phosphates. The inorganic oxides include silica (e.g., colloidal silica, aerogels), alu- 
mina, titania, zirconia. zinc oxide, barium titanate, lithium niobate, tin oxide, indium oxide, and ln 2 0-SnO, Examples of 

45 the carbonates are calcium carbonate and magnesium carbonate. As the sulfates, there may be mentioned, for exam- 
ple, barium sulfate and calcium sulfate. The phosphates include calcium phosphate and magnesium phosphate. 
[0044] The configuration of the inorganic particulate is not restricted to sphere and may be spheroid, disk, rod-like or 
fibrous. The mean particle size of the inorganic particulate depends on the degree of minuteness of the inorganic pat- 
tern to be formed and can be selected from within the range of about 1 nm to 1 0 um and preferably about 5 nm to 5 *im. 

so To form a minute inorganic pattern, it is advantageous to use monodispersed inorganic particulates having a mean par- 
ticle size of 2 to 100 nm (preferably, 5 to 50 nm, more preferably 7 to 30 nm) measured in accordance with the BET 
method. The monodispersed inorganic particulates (especiallly, colloidal silica) are commercially available as organo- 
sols (organosilicasol) from, e.g., Nissan Kagaku Kogyo. co. Ltd. under the tradename "Snowtexcollidatalsilica", partic- 
ularly "Methanolsilicasol 

55 [0045] It is preferable that the inorganic filler has a reactive group or a photosensitive group (particularly, a polymer- 
izable photosensitive group) as the functional group (C2). Examples of the reactive group or the photosensitive group 
are the same condensable (hydrolytic polymerizable) groups or photosensitive groups as those exemplified above (par- 
ticularly, polymerizable groups such as (meth)acryloyl group, allyl group, and vinyl group). The functional group can be 
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introduced to the inorganic particulate (C1) by utilizing a reaction of the inorganic particulate (C1) with an organic metal 
compound having the condensable group and/or a photosensitive group (particularly, the above-mentioned condensa- 
ble organic metal compound and among others a silane coupling agent, titanium coupling agent, etc.), surface graft 
polymerization method, or the CVD method. 
s [0046] As the organic metal compound having a condensable group and/or a photosensitive group, the above-men- 
tioned condensable metal compound or a condensate thereof (B) (particularly, a silicon-containing organic compound) 
can be used, and the above-exemplified condensable organic metal compounds having a photosensitive group (partic- 
ularly, silane compounds having a polymerizable group) are preferable. 

[0047] In the inorganic filler (C), the amount of the functional group (C2) introduced to the inorganic particulate (C1) 
10 can be selected from within the range of, in terms of the compound having a functional group, about 0.1 to 1 00 parts by 
weight, preferably about 0.5 to 50 parts by weight, and more preferably about 1 to 20 parts by weight, relative to 100 
parts by weight of the inorganic particulates (C1). 

[Proportions of Components] 

15 

[0048] In the photosensitive resin composition of the present invention, the proportions of the components (A) to (C) 
can be selected in the ranges not adversely affecting the sensitivity, the resolution, heat resistance, and other charac- 
teristics of the inorganic patterns formed therefrom. Usually, on a solid basis, the amount of the component (C) is larger 
than the total amount of the components (A) and (B)[(A+B)<C ]. For example, on a solid basis [excluding the compo- 
se? nents formed on calcination or baking (e.g., water, alcohols, etc. produced upon condensation), the proportion of (B) 
the condensable organic metal compound or condensate thereof is 1 to 25 parts by weight (preferably, 2 to 20 parts by 
weight, more preferably about 5 to 15 parts by weight), and the proportion of (C) the inorganic filler having a functional 
group is 1 to 20 parts by weight (preferably, 2 to 18 parts by weight, more preferably about 5 to 15 parts by weight), rel- 
ative to 1 part by weight of (A) the photosensitive organic oligomer or polymer. Particularly, in the composition com- 
25 prised of the components (A), (B), and (C), the content of the component (C) is, for example, about 50 to 95% by weight 
and preferably about 50 to 90% by weight. 

[0049] If necessary, the inorganic substance-containing photosensitive resin composition may contain a photoreac- 
tion accelerator (e.g.. polymerization accelerator) such as a dialkylaminobenzoic acid or a derivative thereof, triphenyl- 
phosphine, and a trialkylphosphine. Moreover, to the composition may be added various additives such as a stabilizer 

30 (e.g., antioxidant), a plasticizer, a surfactant, a dissolution accelerator, and a coloring agent (e.g., dyes, pigments). Fur- 
ther, for ease of handling, for example, of coating, the photosensitive resin composition may comprise a solvent (e.g., 
water, organic solvents such as alcohols, glycols, cellosolves, ketones, esters, ethers, amides, hydrocarbons). 
[0050] The inorganic substance-containing photosensitive resin composition of the present invention can be prepared 
in accordance with a conventional method, for example, by mixing the photosensitive polymer (A), the condensable 

35 organic metal compound or condensate thereof (B), and the inorganic filler having a functional group (C). The inorganic 
substance-containing photosensitive resin composition usually contains a solvent (particularly, a hydrophilic solvent 
such as an alcohol). The components (A) to (C) may be mixed together at the same time or in a suitable order. Practi- 
cally, the components (A) to (C) are often individually used in the form of solutions or dispersions. 
[0051] The process for forming patterns of the present invention comprises applying the above-described inorganic 

40 substance-containing photosensitive resin composition on a base or substrate to form a photosensitive layer, exposing 
the layer patternwise and developing the exposed layer to form a given pattern. Thereafter, the pattern is baked or cal- 
cinated and there is formed a high resolution inorganic pattern showing a rectangular profile with a high aspect ratio. 
[0052] The base can suitably be selected from metals, glass, ceramics, plastics, and the like and the choice depends 
on the characteristics of the inorganic pattern to be formed or the intended use thereof. The base may be a substrate 

45 such as a silicon wafer. Further, the surface of the base material may previously treated with, for example, a silane cou- 
pling agent selected from those exemplified above (e.g., a condensable (hydrolytic polymerizable) silane coupling agent 
having a polymerizable group). 

[0053] The composition can be applied or coated by a conventional coating method such as a spin coating method, 
a dipping method, and a casting method. If necessary, the coated composition is dried to remove the solvent thereby to 

so form a photosensitive layer. The patternwise exposure can be conducted by irradiating the layer with light or exposing 
the layer to light through a given mask. As the light for patternwise exposure, use can be made of various lights (e.g., 
halogen lamps, high pressure mercury lamps, UV lamps, excimer lasers, electron beam, X-ray. and other radiations) 
depending on the degree of minuteness of the inorganic pattern. Usually, lights of wavelengths of about 100 to 500 nm, 
especially ultraviolet ray can be employed. The energy for exposure can be selected according to the photosensitive 

55 characteristics (e.g., photocurability) of the above inorganic substance-containing photosensitive resin composition, 
and the exposing time can be selected from within the range of about 0. 1 second to 20 minutes. 
[0054] A high resolution pattern can be formed by developing the photosensitive layer in a conventional manner after 
the patterwise exposure. Various developers or developing agents (e.g., water, alkaline solutions, organic solvents, and 
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mixtures thereof) are usable and the choice depends on the type of the inorganic substance-containing photosensitive 
resin composition (particularly, negative or positive). The developing method is not specifically restricted and a paddle 
(meniscus) method, a dipping method, spraying method, or the like may be employed. 

[0055] Of all the steps, from the application of the inorganic substance-containing photosensitive resin composition 

5 to the pattern forming, in a suitable step, a coated layer or film (photosensitive layer) may be heat-treated at a suitable 
temperature. For example, if necessary, the coated layer may be heat-treated after being exposed to light. Moreover, 
the pattern formed by the development may be heat-treated, followed by the baking or calcination step. 
[0056] The baking or calcination can be carried out at a temperature of, e.g., 300 to 1 ,000°C and preferably about 400 
to 600°C. The baking can be performed in a suitable atmosphere, for example, in an atmosphere of an inert gas or in 

10 an atmosphere of an oxygen-containing gas (e.g., air) and at an ambient pressure or under reduced pressure if neces- 
sary, depending on the characteristics of the inorganic pattern. In the baking or calcination, the temperature may be ele- 
vated either stepwise or continuously. The baking time is not particularly limited and can be selected from within the 
range of about 1 to 24 hours, and particularly about 5 to 24 hours. By baking in such manner, there can be formed a 
minute pattern which is made inorganic, and the adhesion between the base and the inorganic pattern is high. 

is [0057] The inorganic substance-containing photosensitive resin composition (photosensitive resin) of the present 
invention functions as a photosensitive organic/inorganic hybrid material and has advantages of both organic sub- 
stances and inorganic substances and therefore useful for forming inorganic patterns excellent in insulation, dielectric 
property, conductivity, transparency, heat stability, hardness, wear resistance, strength, etc. Furthermore, the inorganic 
substance-containing photosensitive resin composition of the present invention is of broader applicability and applied 

20 to, e.g., insulating parts for electronic devices (e.g., a wall formed on the back substrate of a plasma display panel), 
printing materials, ultraviolet ray-curable coating compositions, inks, etc. 

INDUSTRIAL APPLICABILITY 

25 [0058] According to the present invention, inorganic patterns of high sensitivity and high resolution can be formed 
even with a high inorganic component content. Therefore, the present invention is useful for forming inorganic patterns 
showing sharply defined rectangular profiles with high aspect ratios. 

EXAMPLES 

30 

[0059] The following examples are intended to describe this invention in further detail and should by no means be 
interpreted as defining the scope of the invention. 

Example 1 

35 

1 . Preparation of inorganic substance-containing photosensitive resin composition 

(1) Preparation of a photosensitive polymer (organic component) 

40 [0060] 2 g of a nylon copolymer (manufactured by Toray co. Ltd., CM8000) was dissolved in 8 g of methanol at 50°C 
and the solution was cooled to room temperature. Then, to the solution were added 0.1 2 g of benzoin methyl ether and 
0.4 g of methylenebisacrylamide and stirred to uniform transparency. 

(2) Preparation of a condensable organic metal compound (inorganic component) 

45 

[0061] 10.4 g of tetraethoxysilane. 13.95 g of 3-methacryloxypropyltrimethoxysilane, and 6.3 g of 0.05 N of an aque- 
ous solution of hydrochloric acid were stirred at room temperature for one hour to conduct a hydrolysis. 

(3) Preparation of an organic/inorganic hybrid solution 

50 

[0062] 7.11 g of the organic component solution obtained in the step (1) and 12.89 g of the inorganic component solu- 
tion obtained in the step (2) were mixed together at room temperature to prepare an organic/inorganic hydrid solution. 

(4) Preparation of a dispersion containing photosensitive silica particulates 

55 

[0063] To 25 g of silica particulates (manufacture by Nissan Kagaku Kogyo, co. Ltd., methanol silicasol, a mean par- 
ticle size of 1 0 to 20 nm, a solid content of 30% by weight) were added 1 .275 g of 3-methacryloxypropyltrimethoxysilane 
and 111 g of methanol and stirred at room temperature for 24 hours to introduce photosensitive groups onto the sur- 
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faces of the silica particulates. Thereafter, the methanol content was adjusted such that the solid content of the partic- 
ulates is 30% by weight. 

(5) Carbon 13-NMR spectrum measurement of the photosensitive silica particulates 

5 

[0064] For confirmation of that the photosensitive groups are introduced onto the surfaces of the silica particulates, 
the spectrum of the photosensitive silica particulates in a solid state was measured using a JNM-GSX270 as carbon- 
13NMR measuring device manufactured by Nippon Denshi, Co., Ltd. The absorption of carbon assigned to the propyl 
group (10, 16, 24 ppm), methoxy group (50 ppm), methyl group (66 ppm), and carbonyl group (168 ppm) of 3-methacry- 
10 loxypropyltrimethoxysilane were observed and there was confirmed that the photosensitive groups had been intro- 
duced to the surfaces of the silica particulates. 

(6) Preparation of Inorganic substance-containing photosensitive resin composition (organic/inorganic/photosensitive 
silica particulate mixed solution) 

15 

[0065] 20 g of the organic/inorganic hybrid solution prepared in the step (3) was mixed with 25 g of the photosensitive 
silica particulate-containing dispersion prepared in the step (4) at room temperatures to prepare an inorganic sub- 
stance-containing photosensitive resin composition (organic/inorganic/photosensitive silica particulate mixed solution). 

20 2. Patterning 

(1) Pretreatment of the substrate 

[0066] To 95 g of an ethanol solution containing 5 g of distilled water was added 2 g of 3-methacryloxypropyltrimeth- 
25 oxysilane and 0.05 g of hydrochloric acid solution (0.05 N) and the mixture was stirred at room temperatures for 30 min- 
utes. 

[0067] A pyrex glass plate as the substrate was subjected to dip coating at a lifting-up speed of 5.0 mm/sec. The 
coated substrate was heated to dryness with an oven at 80°C for 15 minutes as pretreatment. 

30 (2) Coating 

[0068] The inorganic substance-containing photosensitive resin composition prepared in the step 1 -(6) was applied 
on the substrate pretreated in the step (1) using a spin coater (manufactured by Mikasa, Co. Ltd., 1H-DX2-type) at a 
speed of 500 rpm/20 sec. , and then dried. The obtained coated layer was colorless and transparent, showing good f ilm- 
35 form ability. The layer thickness measured with an electron microscope was about 10 micron. 

(3) Exposure and Development 

[0069] The coating layer (composite film) formed in the step (2) was subjected to contact-exposure through a test 
40 mask with an exposing device provided with an ultrahigh pressure mercury lamp of 250 W (manufactured by Mikasa 
Co., Ltd., Maskalligner M-2L type) for 5 minutes, followed by a spray development with methanol. Microscopic exami- 
nation of the developed coating layer showed that the loss of the coating layer assigned to the development was sub- 
stantially not observed. The resolution of the coating layer was 10 micron. 

45 3. Formation of an inorganic layer by heating and baking 

[0070] The developed patterned layer was baked in air with the temperature being elevated from room temperature 
to 570°C over 12 hours. After being baked, the infrared ray absorption spectrum of the layer showed substantially no 
absorption due to the organic components was observed, indicating that the layer was almost completely made inor- 
so ganic. Moreover, the baked layer was microscopically observed to determine its thickness and the thickness was about 
8 micron. 

Example 2 and Comparative Example 

55 [0071 ] Except that the proportions of the organic/inorganic hybrid solution prepared in the step 1 -(3) and the photo- 
sensitive silica particulate-containing dispersion prepared in the step 1 -(4) were varied, the coating layer was subjected 
to patterning followed by baking in the same manner as in Example 1 . The results of the Examples 1 , 2 and Compara- 
tive Example are shown in the following Table. 
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Table 



Example 1 

Example 2 

Comp. Example 

Organic/inorganic hybrid solution(g) 

20 

20 

20 

Photosensitive silica-containing dispersion (g) 

25 

50 

0 

Adhesion between substrate and baked coating layer 

good 

good 

practically de-laminated 

Pattern after being baked 

good 

good 

unobservable 


[0072] As obvious from the table, in the Examples, the inorganic patterns showing good rectangular profiles were 
formed with high adhesion to the substrates and high accuracy as compared with those in Comparative Example. 

Claims 

1. An inorganic substance-containing photosensitive resin composition comprising (A) a photosensitive organic oli- 
gomer or polymer, (B) a condensable organic metal compound or a condensate thereof, and (C) an inorganic filler 

20 having a functional group. 

2. An inorganic substance-containing photosensitive resin composition according to Claim 1 , wherein said photosen- 
sitive organic oligomer or polymer (A) comprises an oligomer or polymer and a photosensitizes 

25 3. An inorganic substance-containing photosensitive resin composition according to Claim 1 , wherein said photosen- 
sitive organic oligomer or polymer (A) comprises an oligomer or polymer, a monofunctional or pdyfunctional pho- 
topolymerizable compound, and a photosensitizes 

4. An inorganic substance-containing photosensitive resin composition according to Claim 1, wherein said organic 
30 metal compound (B) is an organic metal compound containing a metallic element selected from the elements of the 

Groups Nib, IVa, and IVb of the Periodic Table of the Elements, or a condensate thereof. 

5. An inorganic substance-containing photosensitive resin composition according to Claim 1, wherein said organic 
metal compound (B) is an aluminum-containing compound, a silicon-containing compound, or a condensate 

35 thereof. 

6. An inorganic substance-containing photosensitive resin composition according to Claim 1, wherein said organic 
metal compound (B) is a silicon-containing compound or a condensate thereof. 

40 7. An inorganic substance-containing photosensitive resin composition according to Claim 1, wherein said organic 
metal compound (B) has at least one condensable group selected from the group consisting of C^o alkoxy groups 
and hologen atoms. 

8. An inorganic substance-containing photosensitive resin composition according to Claim 1, wherein said organic 
45 metal compound (B) has not less than two condensable groups. 

9. An inorganic substance-containing photosensitive resin composition according to Claim 1, wherein said organic 
metal compound (B) has a photosensitive group. 

so 10. An inorganic substance-containing photosensitive resin composition according to Claim 9, wherein said photosen- 
sitive group is at least one polymerizable group selected from the group consisting of (meth)acryloyl group, ally 
group, and vinyl group. 

11. An inorganic substance-containing photosensitive resin composition according to Claim 1, wherein said organic 
55 metal compound (B) is a silane coupling agent or a condensate thereof. 

12. An inorganic substance-containing photosensitive resin composition according to Claim 1, wherein said inorganic 
filler having a functional group (C) comprises inorganic particulates (C1) and photosenstive groups (C2) introduced 
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to the inorganic particulates. 

13. An inorganic substance-containing photosensitive resin composition according to Clam 12, wherein the mean par- 
ticle size of said inorganic particulate (C1) is 1 nm to 10 urn. 

14. An inorganic substance-containing photosensitive resin composition according to Claim 12, wherein said inorganic 
particulate (C1) is a monodispersed colloidal silica having a mean particle size of 2 to 100 nm. 

15. An inorganic substance-containing photosensitive resin composition according to Claim 12, wherein said inorganic 
particulate (C1) is a monodispersed colloidal silica having a mean particle size of 5 nm to 50 nm and said photo- 
sensitive group (C2) is at least one polymerizable group selected from the group consisting of (meth)acryloyl group, 
allyl group, and vinyl group. 

1 6. An inorganic substance-containing photosensitive resin composition according to Claim 12, wherein the amount of 
said photosensitive group (C2) introduced to the inorganic particulate (C1) is 0.1 to 100 parts by weight relative to 
100 parts by weight of the inorganic particulate (C1) in terms of the compound having a photosensitive group. 

17. An inorganic substance-containing photosensitive resin composition according to Claim 1, wherein the amount of 
said inorganic filler having a functional group (C) is larger than the total amount of said photosensitive organic oli- 
gomer or polymer (A) and said organic metal compound or a condensate thereof (B). 

18. An inorganic substance-containing photosensitive resin composition according to Claim 1, which comprises, on a 
solid content basis, 1 to 25 parts by weight of said organic metal compound or a condensate thereof (B) and 1 to 
20 parts by weight of said inorganic filler having a functional group (C), relative to 1 part by weight of said photo- 
sensitive organic oligomer or polymer (A). 

19. An inorganic substance-containing photosensitive resin composition according to Claim 18, wherein the content of 
said component (C) is 50 to 95% by weight relative to the total amount of said photosensitive organic oligomer or 
polymer (A), said organic metal compound or a condensate thereof (B), and said inorganic filler having functional 
groups (C). 

20. An inorganic substance-containing photosensitive resin composition according to Claim 1 , wherein said photosen- 
sitive organic oligomer or polymer (A) comprises an oligomer or polymer and a photosensitizer; said condensable 
organic metal compound or a condensate thereof (B) is a silane coupling agent having at least two condensable 
groups selected from the group consisting of C V 4 alkoxy groups and halogen atoms, and at least two polymerizable 
groups, or a condensate thereof; said inorganic filler having a functional group (C) is a monodispersed colloidal sil- 
ica having a (meth)acryloyl group and a mean particle size of 7 nm to 30 nm; and the amount of the (meth)acryloyl 
functional group introduced to the colloidal silica is, on the compound having a functional group basis, 0.5 to 50 
parts by weight relative to 100 parts by weight of the inorganic particulate (C1). 

21 . An inorganic substance-containing photosensitive resin composition according to Claim 20, which comprises, on a 
solid basis, 2 to 20 parts by weight of said organic metal compound or a condensate thereof (B) and 2 to 18 parts 
by weight of said inorganic filler having a functional group (C), relative to 1 part by weight of said photosensitive 
organic oligomer or polymer (A). 

22. A process for producing an inorganic substance-containing photosensitive resin composition, which comprises 
mixing (A) a photosensitive organic oligomer or polymer, (B) a condensable organic metal compound or a conden- 
sate thereof, and (C) an inorganic filler having a functional group. 

23. A process for forming inorganic patterns, which comprises applying an inorganic substance-containing photosen- 
sitive resin composition recited in Claim 1 onto a base, exposing the coated layer, developing the exposed layer to 
form a pattern, and baking the pattern. 
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